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fflGH POLARIZATION FERROELECTRIC LIQUID CRYSTAL 

COMPOSITIONS 

BACKGROUND OF THE INVENTION 
The present invention relates generally liquid crystal compounds and compositions and to 
optical devices employing liquid crystal compositions in optical switching and display elements. 
The invention more specifically relates to chiral nonmcemic compounds useful as dopants in 
ferroelectric liquid crystal compositions to impart high polarization and fast switching speed. 
The dopants combine a rod-like mesogenic core with a chiral nonracemic tail and an achiral tail 
that comprises a perfluoroalkyl terminal portion. 

The present invention relates to compoimds useful as components in liquid crystal (LC) 
compositions, particularly as components of LC compositions that exhibit smectic phases and 
more particularly as componentS'of LC compositions that exhibit smectic A and/or smectic C 
phases. LC compositions of this invention may also exhibit nematic phases. LC compositions of 
this invention can be ferroelectric liquid crystals (PLCs). The invention also relates to optical 
devices employing LC and PLC compositions of the invention in optical switching and display 
elements. 

Several types of smectic liquid crystal materials (LCs) have been investigated for rapid 
switching, view-angle enhancement and higher contrast, including surface-stabilized ferroelectric 
LCs (PLCs), deformed helix ferroelectric LCs (DHPLCs), and antiferroelectric LCs (APLCs). 
Recently, smectic material exhibiting thresholdless or more properly V-shaped switching LCs 
(VLCs) have been described (Liui, S. etal. (1996) J. Mater. Chem. 6(4):671-673; Seomun, 
S.S.etal. (1997) Jpn. J. AppL Phys. 36:3580-3590). 
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Liquid crystal (LC) compositions exhibit one or more LC phases. LC compositions may 
be composed of one or more components. Components of LC compositions may exhibit liquid 
crystal phases, have latent liquid crystal phases or be compatible with (not suppress) liquid 
crystal phases in the LC composition. LC compounds and components of LC mixtures of this 
invention are rod-like molecules most typically having a generally linear mesogenic core with 
one or more directiy or indirectiy linked alicylic or aromatic rings (which may be fused aromatic 
rings) and linear or branched tail groups distributed on either side of the mesogenic core, e.g.: 



Achiral Tail- 



Mesogenic Core 



-Chiral Tail 



LC components which do not themselves exhibit liquid crystal phases, but which exhibit LC 
phases on combination with one or more other components are described as having "latent" 
liquid crystal phases. Chiral nonracemic LCs useful in FLC, DHFLC, AFLC and VLC 
compositions have at least one component that has a chiral nonracemic tail group. FLC, DHFLC, 
AFLC and VLC compositions may be composed entirely of chiral non-racemic components, but 
are typically composed of a nuxture of chiral nonracemic and achiral or racemic components. 

Ferroelectric LCs when aligned parallel to the substrate surfaces using the surface 
stabilized effect (in an surface-stabilized ferroelectric liquid crystal (SSFLC) device) exhibit two 
stable state switching on a microsecond time scale. Antiferroelectric LCs exhibit three stable- 
state switching, which by application of a bias field can be converted for use in a bistable 
switching mode LC devices. Two of the AFLC states have the same transmittance, so that 
alternate symmetrical SAvitching can be used in AFLC devices. VLCs, in contrast, exhibit very 
rapid, analog electro-optic response, allow symmetrical driving, and no dc balance is required. 
VLCs are particularly attractive for applications requiring generation of multiple levels of gray 
scale. 



SUMMARY OF THE INVENTION 
The invention relates to chiral nonracemic liquid crystal compounds having achiral tails 
comprising a perfluoroalkyl teraiinal portion which are useful as components in liquid crystal to 
impart high polarization to the mixture. The materials of this invention can be combined with 
known liquid crystal host materials to impart improved properties. Chiral nonracemic 
compounds of this invention can function as additives or dopants in host materials to impart 
chirality into an LC material. 

Most generally the invention provides a method for increasing the polarization of a given 
FLC mixture containing a chiral nonracemic dopant by replacing the achiral tail of the chiral 
nonracemic dopant with an achkal tail that comprises a terminal peirfluoroalJq^l portion, such as 
an achiral tail of formula: 

where Y is oxygen or a single bond and n and m are integers ranging from 1 to 20. The sum n + 
m is preferably 5-12. In specific embodiments n is 1, 2, 3, 4, 5, or 6 and m is 2 to 10. The 

enhancement of spontaneous pofdrization of LC mixtures containing one or more compounds of . 
this invention is general an will apply with a variety of chiral nonracemic tail groups. 

More specifically the uivention relates to chiral nonracemic compounds of general 
formula: 



0, 




wherein n and m are integers ranging from 1 to about 20; 



a, b, p and q are either 0 or 1, when p is 0, a is 0 and when q is 0, b is 0; 



Y is a single bond or an oxygen; 

X is selected from the group consisting of a single bond, oxygen, -CO-, -0-C0-, and 
-C0-0-; 

CR is a chiral, non-racemic tail group; 

A and B, independently, are linker groups that can be selected from the group consisting 
of -CO-, -0-C0-, -C0-0-, -CH2-CH2-, -CH2-CH2-O-, -O-CH2-CH2-, -ChC-, -C=C-, or 
-C=C-C=C-; 

W^, and independently, represent one or more optional substituents on core rings 
which can be selected from the group consisting of H, halide, alkyl, alkoxy, haloalkyl, 
alkenyl, haloalkenyl, nitro, or nitrile; and 

rings T, A and B together representing the mesogenic core are selected from the group of 
aromatic or alicylic rings, with preferred rings being cyclohexane, cyclohexene, a phenyl, 
pyridine, pyrimidine or a naphthyl group, wherein one or two ring CH2 groups or CH 
groups are replaced by -N-, S, NH, -O- or -C==0. 

In a specific embodiment CRisnot a chiral hydrocarbon tail; 



Specific chiral tails of this invention include, among others, 



f 




as well as -CH2-(C*HFVR^ 



wherein * indicates an asymmetric carbon; f is 1 , 2, or 3, R* and R\ independently of 
each other, are lower alkyl or alkenyl groups [lower alkyl having 1 to 6 carbon atoms] which are 
optionally substituted with one or more halogens, e.g., perfluoralkyl groups, and R^ is an alkyl, 
alkenyl, ether, thioether, silyl group having from 1 to about 20 carbon atoms wherein one or more 
CH2 groups are replaced with -S-, -0-, -CO-, -C0-0-, -0-C0-, or -Si(R')2, and where R' is a 
lower alkyl optionally substituted with one or more halogens. Preferred lower allqrl groups are 

methyl groups. 
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Mesogenic cores of this invention include those of Scheme 1. 



Specific compounds of this invention include: 





where variable are defined above and * indicates an asynmietric carbon. 

FLC compositions of this invention include those that comprise 1 toVO^/o of one or more 
chiral nonracemic compound of this invention. Preferred compositions comprise 1 to 50% of 
one or more chiral nonracemic compounds of this invention. More preferred compositions 
comprise 1 to 25% of one or more chiral nonracemic compounds of this invention. 
Compositions of this invention also include those which comprise one or more chiral nonracemic 



compounds of this invention present in the composition at a level of 10% or less. FLC 
compositions of this invention include those which exhibit Ps of 10 nC/cm^ or more, as measured 
by conventional methods. In particular, FLC compositions include those which exhibit Ps of 25 
nC/cm^ or more. Preferred FLC compositions exhibit Ps of 10 nCW or more or Ps of 25 
nC/cm^ or more when contain 10 weight % or less (total amount) of one or more compounds of 
this invention. ?s is typicialiy measured at room temperature. 

Specific compounds of this invention with Ps data are provided in Table L 

The following examples illustrate methods for synthesis of chiral nonracemic compounds 
of this invention. The synthesis of perfluorinated alcohols and core moieties with chiral 
nonracemic tails are illustrated. These materials are readily coupled to provide the compounds of 
this invention. 

Schemes 2 and 3 illustrates a number of compounds that can be combined with the chiral 
nonracemic compounds of this invention to provided useful mixtures. Compounds illustrated 
therem can be prepared by methods that are well known in the art from readily available starting 
materials. Methods that are xiseftfl in the preparation of various LC compounds and FLC 
compounds are provided, for example in U.S. patents: 5,051,506; 5,061,814; 5,130,048; 
5,167,855; 5,178,791; 5,178,793; 5,180,520; 5,271,864; 5,278,680; 5,380,460; 5,422,037; 
5,453,218; 5,457,235; 5,539,555; 5,543,078; 5,585,036; 5,626,792; 5,637,256; 5,658,493; 
5,753,139; 5,866,036; and 6,139,771. Each of which is incorporated by reference herein for 
synthetic methods applicable to the synthesis of compounds of this invention includmg 
compounds of structures 1-16 in Scheme 2. The listed patents along with U.S. patents 5,168,381 
and 5,596,434 also provide detail of how LC and FLC compositions of this invention can be 
applied for the production of LC cells and optical devices. 

Concurrently filed U.S. patent applications Attorney Docket Nos. 106-00, 86-00 and 85- 
00 all provide description of LC components and methods of synthesis of those components that 



can be combined with the chiial nonracemic compounds of this invention to provide useful FLC 
compositions. 

In addition, chiral racemic compounds or corresponding achiral compounds of this 
mvention can be employed as additional compatible components of FLC compositions of this 
invention. 

LC and PLCS compositions of this mvention are useftil in the preparation of optical 
devices, particularly for optical switching devices and displays. Of particular interest are SSFLC 
devices for use for rapid optical switching as in display applications. Those of ordinary skill in 
the art uiiderstand how to make LC and PLCS cells and devices that utilize the compositions of 
this invention. Various methods and techniques for constructing LC and PLCS cells and for use 
of such cells are known in the art and can be readily ad^ted for use with compositions of this 
invention. The compositions of this invention are particularly well suited for providing devices 
that can operate (in a smectic C phase, for example) over a broad temperature range. 

All references cited herein are incorporated by reference herein to the extent that they are 
not inconsistent with the disclosure herein. 
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SCHEME 1 (Page 2) 
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SCHEME 1 (Page 3) 




SCHEME 1 (Page 4) 
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SCHEME 1 (Page 6) 




SCHEME 2 (Page 1) 
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Alkyl/Alkoxy 




0(CH2)3r-Si' 
R 



^Si— R' 
I 

R 




— (CH2)£-R'^ 




^0(CH2)r-Si' 



^Si— R'" 



R R 



R^(CH2)z-(0), 




■X2(CH2)pCH=CR(CR2)q- 



R''-(CH2M0)«— <^ /) X2{CH2)pCH=CR(CR2),-R' 
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AlkyI or alkoxy 
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^ /) — <^^~^^AIkyl or Alkoxy 
Z Z 
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z z z z 
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SCHEME 2 (Page 3) 



/=N /=\ V-AlkylorAlkenyl 

AlkylorAlkox3r\ /)— ( )-0 ^ 14 
oir . ^ — N ^ — ' 
Alkey\<j I 

AlkylorAlkoxv-d )) — i 15 



or 




^-Z V-AlkyI or AlkeneJ / 
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wherein p, x and z are integers ranging from 1 to 20, inclxisive, q is 0 or an integer 
ranging from 1 to 20, inclusive ;.yy is 0 or 1 ; R are alkyl groups, preferably having from 1 to 6 
carbon atoms; R' is an alkyl group having from 5 to 20 carbon atoms; BF is a perfluoroalkyl 
group; Z is H or a F; and alkyl or alkoxy groups are those that have 1 to 20 carbon atoms. 
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SCHEME 3 (Page 2) 

MDW # Structure Phase Diagram 
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SCHEME 3 (Page 3) 



MDW# Structure Phase Diagram 




X -49-> A -44->N -69.5-> I 



X -43.2->C -62.4->A -66.8->N 
-68.2-> I 



X -33->C -60->A -74.5->l 



X -43->C -50->I 
<-44- <52- 



X -44->C -52-> I 
<-37- <-52- 
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SCHEME 3 (Page 5) 

MDW# Structure 



1669 



1592 



1532 



1632 



R F 




1701 C7H15— <^ ^ — <^ — \v ^oCipHzir-Si 







C4F9C4H8O— <^ <^ OC4H8-Si ^_ p 

C10H21O— } V-0C4Hg— Si . 

— ^ I ^ — CF3 



=N 



C10H21O— ^ <( V— OC4H8— Si- 

> N ^ ' I ^6^13 





N 

1586 C4F9C4H8-0 — <^ — <^ ^ — oCflHtr-si^ ^Si 



1709 

-N 



C4F9C5H10 <^ ^ ^ }^ — OCioH2o-Si 
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SCHEME 3 (Page 6) 




MDW 1597 



Cr 64.9 SmC 100.4 SmA 102.4 I 
43.3 99.6 101.0 



C3H7 



C4F9C4H8O 




m 



Cr 61.7 SmC 135.0 I 
57.7 134.6 



in 




Cr 70.7 SmC 113.8 SmA 115.4 I 
60.7 113.8 114.6 




Cr 59.0 SmC 114.2 SmA 121.0 I 




MDW 1015 



Cr 62 SmA 67 I 




MDW 1028 
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TABLE 1 
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LED DESCRIPTION OF THE INVENT 



syNTHETIC PROCEDURES FOR HIGH PS DOPANT 



AIBN 




LAH 
ether 



TsCI/Py 



7.7.8,8.9.9. 10. lO.lO-Nonafluoro-5-iodo-decanol 

To the mixture of 5g of 5-hexenol and 17.4 g of perfluoro iodobutane, was added 1 10 mg 
of AIBN at RT under N2 atmosphere. After 15 mins, another 110 mg of AIBN was 
added. The resulting solution was then refluxed at 70°C for 4 hrs. The reaction mixture 
was cooled down and used for the next reaction without further purification. 

7.7.8.8.9.9. 10. 10. 1 0-Nonafluoro-decanol 

To the solution of 2 g of LAH in 120 ml of abs. ether, was added slowly ca. 22g of 
7,7,8,8,9,9, 10, 10, lO-NonafIuoro-5-iodo-decanol derivative in 30 ml abs. Ether. After 
addition, the reaction mixture was stirred at RT for two days and then cooled down to 
5°C in the ice water. Water was added slowly until no gas evolved. The solid was filtered 
through short colunui of silica gel, washed with ether and ethyl acetate. The filtrate was 
combined and the solvent was evaporated. The residue was distilled under vacuum to 
give 13 g (81% yield) of the partial-fluoro alcohol. 

7.7.8.8.9.9, 10.10, lO-Nonafluoro-decvl tosvlate 

The solution of 9.8g of partial-fluoro alcohol in 40 ml of pyridine was cooled down to 
0°C in ice-salt water and 6 g of TsCl was added in small portion. After addition the 
resulting mixture was stirred at O^C for two hours and then placed in freezer (-20*'C) for 
two days. The reaction mixture was poured into ice water and the product was extracted 
with ethyl acetate twice. The combined organic phase was washed with brine, 10% HCl 
and again brine three times, and then dried over MgS04. After evaporation of solvent, 
pure partial-fluoro tosylate was obtained in yield of 98%. 



4-(2-(5-alkoxvpvrimidvn')phenol 

25 mmol of alky Itosy late or bromide, 25 mmol of pyrimidylphenol derivative, 30 mmol 
of CS2CO3 and 50 ml of DMF were mixed together and stirred at RT over night. The 
reaction mixture was then poured into water. The solid was filtered and washed with 




■OH 



R='C4H^4F9orC8H^7 
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2.2 mmol of benzoate derivative, 3 g of KOH and 60 MeOH were stirred at TO^'C over 
night. Then MeOH was removed and the residue is mixed with water and neutralized 
with conc.HCl. The solid was collected, washed with water and dried under vacuum. The 
yield is 95%. 



9 PPTS/CHiO, rtoX^ LAH/Ether^ Hn^v^ 
EtO-'V- Dhydropyran ^^■^^^ \_) 



Etc 



AgjO 
C4H9I 



l-^Sp-OC^Hg 



TsCI 
Py 



PPTS 
Ethanol 



KOH Ethanol 
MeOH I 



DCC/DMAP/CH,Cl, 




Ethyl fSl-tetrahvdropvranvloxv propionate 

10 g of L-ethyl lactate, 8.5 g of 3,4-dihydro-2H-pyran, 0.5g PPTS and 150 ml of 
methylene chloride were put together and stirred at RT for two days. The excess solvent 
was removed and the residue was mixed with 80/20 hexane and ethyl acetate. The solid 
was filtered and the solution was concentrated. The residue was further purified by flash 
chromatography to give pure product. The yield was 88%. 

[S1-2-tetrahvdropvranvloxv- 1 -propanol 

4. Ig of THP protected lactate in 80 ml of dry ether was added to a mixture of 2 g of 
LiAlH4 in 120 ml of dry ether. The addition was controlled to keep a gentle reflux. After 
addition, the reaction mixture was stirred at RT for 3 hrs and 10 ml of water was added 
with great care. The mixture was then filtered through a short column of silica gel and 
washed with ether. The solvent was evaporated to give pure product (yield -100%). 

rS1-2-tetrahvdropvranvloxv- 1 -oropvltosvlation 

The solution of 3.2g of [S]-2-tetrahydropyranyloxy-l-propanol in 30 ml of pyridine was 
cooled down to 0**C in ice-salt water and 3.5 g of TsCl was added in small portion. After 
addition the resuhing mixture was stirred at O^'C for two hours and then placed in fireezer 
(-20*'C) for two days. The reaction mixture was poured into ice water and the product was 
extracted with ethyl acetate twice. The organic phase was washed with brine, 10% HCl, 
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diluted NaiCOa and dried over MgS04. After evaporation of solvent, the residue was 
purified by flash chromatography to give 6g of tosylate (yield 9S%). 



f S]-2"tetrahydropyranvloxv- 1 -propoxvphenvl derivative 

2.1 mmol of Tosylate, 2 mmol of phenol, 2 mmol of CS2CO3 and 20ml of DMF were put 
together and stirred at RT over night. Then the reaction mixture was poured into water 
and the product was collected by extraction. The organic solution was washed with brine 
and dried over MgS04. After evaporation of solvent, the residue was purified by flash 
chromatography to give pure product with yield of over 95%. 

[Sl-2-hvdroxv>l-propoxyphenvl derivative 

0.6 g of [S]-2-tetrahydropyranyloxy-l-propoxyphenyl derivative, O.I g of PPTS and 20 
ml of ethanol were stirred at 95^C for 3hrs and then the ethanol was removed. The 
residue was mixed with ethyl acetate and filtered through short column silica gel, washed 
with ethyl acetate. The combined filtrate was ev^orated to dryness to give pure product 
(yield 82%). 

Ethvl [S]-2-methvl-3 -oxo-heptanoate 

1.5g of L-ethyl lactate, 4.5g of Ag20 and 15 ml of iodobutane were mixed together and 
stirred at 40° over night. The black solid was filtered out and the filtrate was distilled to 
give 1.4g of product (yield 65%). 

fS1"2-methyl-3-oxo-heptanoic acid 

Ig of Ethyl [S3-2-methyl-3-oxo-heptanoate, 0.5g of KOH and 15 MeOH were stirred at 
50°C for 4 hrs. Then MeOH was removed and the residue is mixed with water, 
neutralized with conc.HCl and extracted with methylene chloride. The combined organic 
phase was washed with wifer for 3-4 times and dried over MgS04. After evaporation of 
solvent, 0,8 g of product was obtained (yield 95%). 

fS.S1-l-PhenoxV"2-propvl 2-methvl-3-oxo-heptanoate derivative 

80 mg of[S]-2-methyl-3-oxo-heptanoic acid, 150 mg of [S]-2-hydroxy-l-propoxyphenyl 
derivative, 160mg of DCC, lOmg of DMA? and 20ml of methylene chloride were put 
together and stirred at RT over night. The solid was filtered out and the filtrate was 
concentrated. The residue was purified by flash chromatography to give pure product 
with yield over 80%. 



HO^ 



TKO-hPr)A/D'DET . ^9>n. I^CL 

TBHP/CH2CI2 ^ R Pyridine 



^TsO 




HF-Py 

CH2CI2 




CH2CI2 
Pyridine 



DASX 



TsO 




V 
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(2S. cisV3-propvloxiranemethanol 

To the mixture of 210ml methylene chloride and 4g of activated 4A powder sieves, 
cooled to -20*^0, 1.5g of L-(+) diethyl tartrate and 1.5g of Ti(0-I-Pr)4 was added with 
stirring. Then 20 ml of TBHP in methylene chloride (ca. 5-6 M) was added through 
addition funnel at a moderate rate (ca. 5 minutes). The resulting mixture was stirred at - 
20°C for 30 minutes and 5 g of cis-3-hexene-l-ol in 25 ml of methylene chloride was 
added dropwise over period of 20 mins. The temperature was kept between -15 to -20*^0. 
The stirring was continued for another hour and then stored in freezer (-20°C) for two 
days. After warmed up to O^'C, 30 ml of water was added and the mixture is stirred for 1 
hour, while allowing it to warm up to RT. 6 ml of 30% aqueous solution of NaOH 
saturated with NaCl was added and stirred vigorously. After 20 mins, there was a phase 
separation. The bottom organic phase was removed and top aqueous phase was extracted 
with methylene chloride. The combined organic phase was then dried and the solvent was 
removed. The residue is further purified by distillation to give pure product with yield of 
75%. 

(2S. cisV3-propvloxiranemethvl tosvlate 

The solution of Ig of (2S, cis)-3-propyIoxiranemethanol in 10 ml of pyridine was cooled 
down to 0°C in ice-salt water and 4.5 g of TsCl was added in small portion. After 
addition the resulting mixture was stirred at O^C for one hours and then placed in 
refrigerator (5°C) for three days. The reaction mixture was poured into ice water and the 
product was extracted with ether. The combined organic phase was washed with 15% 
HCI cold solution, saturated NaHCOa and brine, and dried over MgS04. After 
evaporation of solvent, the residue was further purified by flash chromatography to give 
2.4g of tosylate (yield 97%). 

(2S, 3RV3-fluoro-2-hvdroxvhexvl tosvlate 

To the sblution of 18.5 mmol of tosylate in 180 ml methylene chloride, cooled in dry ice- 
acetone, was added 5.7 ml of HF/Py. After addition the reaction solution was allowed to 
warm up slowly to -50°C (it took about 2 hrs) and placed in freezer (-25°C) over night. 
Then it was poured into water. Separated the organic phase, followed by washed with 
NaHC03 and water. Dried over MgS04, After evaporation of solvent, an oil product was 
obtained, which was used directly for the next reaction (yield 1 10%). 

f2R. 3RV2.3-difluorohexvl tosvlate 

To the solution of 0.71 nunol of monohydroxy derivative in 30 ml of methlyene chloride, 
cooled down to -78°C, was added 0.4 ml of DAST. After addition, the reaction solution 
was allowed to warm up to RT slowly and stirred at RT over night. Then it was poured 
into water, extracted with ethyl acetate, washed with brine and dried over MgS04. After 
evaporation of solvent, the residue was purified by flash chromatography. Yield is 50%. 

f2R. 3RV2.3-difIuorohexvlox phenyl derivative 

2.1 mmol of Tosylate, 2 mmol of phenol, 2 mmol of CsaCOs and 20ml of DMF were put 
together and stirred at RT over night. Then the reaction mixture was poured into water 
and the product was collected by extraction. The organic solution was washed with brine 
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and dried over MgS04. After evaporation of solvent, the residue was purified by flash 
chromatography to give pure product with yield over 95%. 



HO^^—^ TifO+PDJD-PET^HOL A, Nai04/RuCL ^ HOv^£k„ 

o 

DCC/DMAP 
CHjCLj 



O 



(2S. cisV3-propvloxiranemethanol 

To the mixture of 210ml methylene chloride and 4g of activated 4A powder sieves, 
cooled to -20°C, 1.5g of L-(+) diethyl tartrate and 1.5g of Ti(0-I-Pr)4 was added with 
stirring. Then 20 ml of TBHP in methylene chloride (ca. 5-6 M) was added through 
addition funnel at a moderate rate (ca. 5 minutes). The resulting mixture was stirred at - 
20'^C for 30 minutes and 5 g of cis-3-hexene-l-ol in 25 ml of methylene chloride was 
added dropwise over period of 20 mins. The temperature was kept between -15 to -20®C. 
The stirring was continued for another hour and then stored in freezer (-20°C) for two 
days. After warmed up to O^^C, 30 ml of water was added and the mixture is stirred for 1 
hour, while allowing it to warm up to RT. 6 ml of 30% aqueous solution of NaOH 
saturated with NaCl was added and stirred vigorously. After 20 mins, there was a phase 
separation. The bottom organic phase was removed and top aqueous phase was extracted 
with methylene chloride. The combined organic phase was then dried and the solvent was 
removed. The residue is further purified by distillation to give pure product Avith yield of 
75%. 

(2S. cisV3-propvloxiranecarboxvlic acid 

A flask was charged with 34 ml of CCI4, 34 ml of acetonitrle and 2 g of (2S, cis>3- 
propyloxiranemethanol. Then llg of NaI04 in 51 ml of water were added, followed by 
86mg of RuC13 to this biphasic solution. The mixture was stirred vigorously for 3 hrs at 
RT and 100 ml of methylene chloride was added. The organic phase was separated and 
water phase was extracted with methylene chloride. The combined black organic phase 
was dried over MgS04 and concentrated. The residue was diluted with ether and filtered 
through celite to give coloriess solution. After evaporation of solvent a pure product was 
obtained (yield 67%). 

(2S. cisV3-propvloxiranemethvl tosvlate 



TsCl/Py 
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The solution of Ig of (2S, cis)-3-propyloxiranemethanol in 10 ml of pyridine was cooled 
down to O'^C in ice-salt water and 4.5 g of TsCl was added in small portion. After 
addition the resulting mixture was stirred at 0°C for one hours and then placed in 
refirigerator (5°C) for three days. The reaction mixture was poured into ice water and the 
product was extracted with ether. The combined organic phase was washed with 15% 
HCl cold solution, saturated NaHCOa and brine, and dried over MgS04. After 
evaporation of solvent, the residue was further purified by flash chromatography to give 
2.4g of tosylate (yield 97%), 

Phenyl f2S. cisV3-propvloxiranecarboxvlate derivative 

200 mg of (2S, cis)-3-propyloxiranecarboxylic acid, 0.9 equivalent of phenol derivatives, 
SOOmg of DCC, 15mg of DMAP and 20ml of methylene chloride were put together and 
stirred at RT over night. The solid was filtered out and the filtrate was concentrated. The 
residue was purified by flash chromatography to give pure product mth yield over 80%. 

(2S. cisV3-propvloxjranemethoxv phenyl derivative 

2,1 mmol of Tosylate, 2 mmol of phenol, 2 mmol of CS2CO3 and 20ml of DMF were put 
together and stirred at RT over night. Then the reaction mixture was poured into water 
and the product was collected by extraction. The organic solution was washed with brine 
and dried over MgS04. After evaporation of solvent, the residue was purified by flash 
chromatography to give pure product with yield over 95%. 



R = isopropyi PdOH/C 




[R]-3-Benzyloxv propvlene oxide 

To the mixture of 1.65g of NaH in 150 ml of THF, 5 g of [R]-glycidol in 5 ml of THF 
was added. After stirring at RT for 10 mins, 12 g of benzyl bromide was added and the 
resulting mixture was stirred at RT for 3 hours. It was then hydrolyzed carefully with 
water and most of THF was removed. The rest was mixed with water and extracted with 
ethyl acetate. The organic solution was washed with brine and dried over MgS04. After 
evaporation of solvent the residue was purified by flash chromatography. Yield is 54% 
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PR]-5"benzvloxvmethvl-3-isobutvl-2f5H)-furanone 

To the solution of 1 1 g of potassium t-butoxide in 60 ml of t-butanol, was added 2 g of 
[R]-3-Benzyloxy propylene oxide, followed by 20 g of diethyl isobutyl malonate. The 
resulting mixture was refluxed for 15 hrs. The t-butanol was removed by distillation and 
the residue was poured into water. The crude product was collected by extraction with 
ethyl acetate. The organic phase was washed with brine and dried over MgS04. After 
evaporation of solvent, the residue was distillated to remove excess diethyl isobutyl 
malonate and the rest was further purified by flash chromatography. Yield is 72%. 

fR]"5-hydroxymethvl-3-isobutvl«2f5ir>-fiiranQne 

2.3 g of [R]-5-benzyloxymethyl-3-isobutyl-2(5H)-furanone, 150 mg of PdOH/C in 50 ml 
of ethanol was stirred at RT over night under H2 atmosphere. Then the catalyst was 
filtered out and filtrate was evaporated to dryness to give the pure compound in yield of 



rR1-5-Tosvlmethvl-3-isobutvl-2r5H)-furanone 

The solution of 1.5g of [R]-5-hydroxymethyI-3-isobutyl-2(5H)-furanone in 10 ml of 
pyridine was cooled down to 0°C in ice-salt water and 1.7 g of TsCl was added in small 
portion. After addition the resulting mixture was stirred at 0°C for two hours and then 
placed in freezer (-20°C) for two days. The reaction mixture was poured into ice water 
and the product was extracted with ethyl acetate tv^ce. The organic phase was washed 
with brine, 10% HCl, diluted NajCOa and dried over MgS04. After evaporation of 
solvent, the residue was purified by flash chromatography to give 6g of tosylate (yield 
95%). 

|Tl1-5- phenoxy methvl"3-isobutvl-2r5H)-furanone derivative 

2.1 mmol of [R]-5-Tosylmeihyl-3-isobutyl-2(5H)-furanone, 2 mmol of phenol derivative, 
2 mmol of CS2CO3 and 20ml of DMF were put together and stirred at RT over night. 
Then the reaction mixture was poured into water and the product was collected by 
extraction. The organic solution was washed with brine and dried over MgS04. After 
evaporation of solvent, the residue was purified by flash chromatography to give pure 
product with yield over 95%. 
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water. The crude product was dissolved in ethyl acetate, washed with water and dried 
over MgS04. After evaporation of solvent, the residue was purified by flash 
chromatography. The yield is 65%. 



-Br 



TSOC4H8C4F9 or BrC^i7 
CS2CO3/OMF 



Br 



BuU 

B(0-I-Pr)3 



Toluene /MeOH 



Pd(PPh3)4 

Na7C0-» 




^*^V^^vJ^^" R = C4H^4F9 or CgH 



4-Alkox:v- 1 -bromobenzene 

25 mmol of tosylate or bromide, 25 mmol of 4-bromophenol, 30 mmol of CS2CO3 and 50 
ml of DMF were mixed together and stirred at RT over night. The reaction mixture was 
then poured into water and the solid was collected by extraction with ethyl acetate. The 
organic phase was washed with water and dried over MgS04. After evaporation of 
solvent, pure product was obtained in yield of 100%. 

• • 

4-Alkoxyphenvlboronic acid 

To the dry flask containing 37 mmol of 4-Alkoxy-l-bromobenzene.and 80 ml of THF, 
cooled to -TS^'C, 21 ml of BuLi (2.2M in Hexane) was added slowly. After addition the 
reaction mixture was stirred at -TO^'C for IHour and then 17.6 ml of triisopropylborate 
was added slowly. Reaction solution was allowed to warm up to RT and stirred at RT 
over night. Then 70 ml of water was added slowly and stirred at RT for two hours. The 
product was collected by extraction with hexane. The extract was washed with brine and 
dried over MgS04. After evaporation of solvent, the residue was purified by short column 
chromatography to give pure product in yield of 92%. 

Ethvl 4-alkoxvphenvlben2oate 

To the solution of 1.2 g of ethyl 4-bromobenzoate in 12.5 ml of toluene, was added 6 ml 
of Na2C03 (2M aqueous solution), followed by 6 mmol of boronic acid in 3 ml of 
methanol and 200 mg of Pd(PPh3)4. The resulting mixture was heated up to 80°C and 
stirred at this temperature vigorously for 48 hrs. It was then cooled down and partitioned 
between 30 ml methylene chloride and 25 ml of 2M aqueous Na2C03. The organic phase 
was separated, washed with brine and dried over MgS04. After evaporation of solvent, 
the residue was purified by flash chromatography. The yield is 86%. 



4-alkoxyphenylben2oic acid prepared by conventional methods as illustrated above. 
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Synthetic scheme for three-ring compounds 



BrR 



Cu(l)Br 
R = C4HdC4F9orC8Hi7 



Me 



AIQa 



1) (C0CI)2/DMF 
NH3 H2O 

2) SOCl2 



P_AA_cM DHCI/Ethanol/ Toluene ^._^>^NHCI 
■^A-/^ 2)NH3/Ethanol 'A.V^IHj 
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HCIO4 
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